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floating oO was evaluated in accordance with the following scale. 
O : Complete absence of residual heavy oil on water top 
A : Presence of only a few spots of residual heavy oil on water top 
X : Presence of conspicuous amount of residual heavy oil on water top 
The results are shown in Table 24. 
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6. 



Aswellable oil-absorbent agent formed of a cross-linked polymer (P) obtained by polymerising a monomer 
component comprising: 90 to 99.99% by weight of a monomer possessing one polymerisable unsaturated 
group in its molecular unit and having as a main moiety representing at least 50% by weight thereof an 
alkyi (meth)acrylate the alkyi group of which has 10 to 16 carbon atoms; and 0.001 to 10% by weight of 
a cross-linkable monomer possessing at least two polymerisable unsaturated groups in the molecular unit 
thereof; the total of the amount of the polymerisable monomer and that of the crossmnkable monomer 
being 100% by weight. 

A substrate for underwater gradual release of a ch emical agent which comprises said cross-linked polvmer 
according to Claim 1. ' 

An underwater antifouling agent composition which comprises said cross-linked polymer according to 
Claim 1 and an antifouling component. 

A composition according to Claim 3. wherein an amount of said cross-linked polymer Is 2 to 80% by weight 
to 20 to 98% by weight of said antifouling component. 

A gel-like aromatic agent composition formed by causing an aromatic component to be Incorporated In 
said cross-linked polymer according to Claim 1. 

A composition according to Claim 5. wherein an amount of said cross-linked polymer Is 2 to 40% by weight 
to 60 to 98% by weight of said aromatic component. 

Agel-like insectifugaL insecUcidal. and fungicidal composition which comprises said cross-linked polymer 
according to Claim 1 and a volatile effective component containing at least one chemical agent selected 
TTom the group consisting of insectifuges, insecticides, and fungicides. 
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8. Acomposttion according to Claim 7. wherein an amountof said cross-linked poiym rl3 2to40% by weight 
to 60 to 98% by weight of said volatile effective component 

9. AftsMuring composition which comprises said cross-linked polymer according to Claim 1 and a fish-luring 
substance. 

10. A composition according to Claim 9, wherein an amount of said cross-linked polymer Is 2 to 70% by weight 
to 30 to 98% by weight of said fish-luring substance. 

11. A solid fuel composition which comprises said cross-linked polymer according to Claim 1 and a Ik^uld fuel 
component 

12. A composition according to Claim 11, wherein an amount of said cross-linked polymer Is 2 to 50% by weight 
to 50 to 98% by weight of said liquid fuel component. 

13. An oil-absorbing composite having carried on a substrate said cross-linked polymer according to Claim 
1. 

14. An oil-absorbent material depositing said cross-linked polymer according to Claim 1 on a hydrophobic por- 
ous substrate. 

15. A material according to Claim 14, wherein a ratio of said cross-linked polymer is 100 parts by weight of 
said hydrophobic porous substrate is 10 to 500 parts by weight 

16. An oil-mist filter which comprises supporting said cross-linked polymer according to Claim 1 on a porous 
substrate. 

17. A filter according to Claim 16, wherein a ratio of said cross-linked polymer is 2 to 200 parts by weight to 
100 parts by weight of said porous substrate. 

18. A thermosensitive recording material which comprises containing said cross-linked polymer according to 
Claim 1 on a substrate provided with a thermosensitive colouring layer or in a thermosenslth^e colouring 
layer. 

19. A material according to Claim 18, wherein an amount of said cross-linked polymer is 0.1 to 100% by weight 
based on said thermosensitive layer. 

20. A pressure-sensitive recording sheet which comprises containing said cross-linked polymer according to 
Claim 1 on a substrate provided with a developer layer or in a developer layer. 

21. A sheet according to Claim 20, wherein an amount of said cross-linked polymer Is 0.1 to 100% by weight 
based on said developer layer. 

22. An oil-sealing material which comprises dispersing said cross-linked polymer according to Claim 1 1nto at 
least one substrate selected from the group consisting of a thermoplastic resin and an elastomer. 

23. An oil sealing material according to Claim 22, wherein an amount of said cross-linked polymer Is 1 to 75% 
by weight to 25 to 99% by weight of said substrate. 

24. A paper suitable for printing which comprises containing said cross-linked polymer according to Claim 1 . 

25. A paper according to Claim 24, wherein said cross-linked polymer is contained in an amountof 0.1 to 20% 
by weight based on said paper. 

26. An oil-absorbent pack which comprises particles of said cross-linked polymer according to Claim 1 which 
is packed in a bag made of a hydrophobic porous cloth. 

27. An oB-absorbent pack according to Claim 26. wherein particle diameter of said particles Is 0.01 to 2mm. 

28. A method for manufacturing an oil-absorbent material which comprises impregnating a monomer compo- 
nent comprising 90 to 99.999% by weight of a monomer having as a main nrolety thereof an alkyi 
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(meth)acrylate the alkyi group of which has 10 to 16 carbon atoms and possessing one pdymerisabl 
unsaturated group in the molecular unit thereof and 0.001 to 10% by weight of a cross-linkablo monomer 
possessing at least two polymerisable unsaturated groups in the molecular unit thereof (providing that 
the total of the amount of the pbiymerisable monomer and that otthecross-linkable monomer ts 100% 
by weight) with a hydrophobic porous substrate, dipping said impr^3ted substrate into a water bath, 
and polymerising said monomer component thereby supporting sald^Voss-linked polymer according to 
Claim 1 on said hydrophobic porous substrate. 

A method for the removal of an oil component dissolved in water, which method comprises mbcing the 
saw cross-linked polymer according to aaim 1 as an underwater absorbent for dissolved oil with a body 
of water having the oil component dissolved therein thereby causing the absorbent to absorb and retain 
therein the dissolved oil component 



Patontanspruche 

1. Quellbares, olabsorbierendes Mittei, gebOdet aus einem vernetzten Polymeren (P), erhalten durch Poly- 
merisatton einer monomeren Komponente, die 90 bis 99,99 Gew.% eines Monomeren. daa In seiner Mo- 
lekfileinheit eine polymerisierbare ungesatUgte Gruppe und als Hauptteil. der zumlndest 50 Gew.% aus- 
macht, ein Alkyl(meth)acrytat aufweist, dessen Alkylgruppen 10 bis 16 Kohlenstoffatome besitzen, sowie 
0,001 bis 10 Gew.% eines vernetzbaren Monomeren mit zumindest zwei polymerisierbaren ungesfit- 
tigten Gruppen in seiner Molekuleinheit umfa&t, wobei die Summe der Menge am polymerisierbaren Mo- 
nomeren und an dem vernetzbaren Monomeren 100 Gew.% betragt. 

2. Ein Substrat zur allmahlichen Freigabe eines chemischen Mittels unter Wasser, welches das vernetzte 
Polymere gemali Anspruch 1 umfafit 

3. Eine Zusammensetzung mit einem Unterwasserschutzmittel. welche das vernetzte Polymer gem§S An- 
spruch 1 und eine Schutzmittelkomponente umfaBl. 

4. Zusammensetzung gemaR Anspruch 3, worin eine Menge an dem vernetzten Polymeren 2 bis 80 Gew.% 
ist. auf 20 bis 98 Gew.% der Schutzmittelmittelkomponente. 

5. Gelahnliche Zusammensetzung mit einem aromatischen Mittei, gebildet durch Einverleibung einer aro- 
matischen Komponente in das vernetzte Polymere gemafi Anspruch 1. 

6. Zusammensetzung gemali Anspruch 5, worin eine Menge an dem vernetzten Polymeren 2 bis 40 Gew.% 
auf 60 bis 98 Gew.% an der aromatischen Komponente betragL 

7. Gelartige insektifuge, insektizide und fungizide Zusammensetzung. welche das vernetzte Polymere ge- 
maa Anspruch 1 sowie eine f luchtige wirksame Verbindung umfaBt. die zumindest ein chemisches Mittei 
enthalt, ausgewahit aus der Gruppe. die aus insektifugen, Insektiziden und Fungiziden besteht 

8. Zusammensetzung gemad Anspruch 7, worin eine Menge an dem vernetzten Polymeren 2 bis 40 %. auf 
60 bis 98 Gew.% der fluchtigen wirksamen Komponente, betragt. 

9. Fischkodernde Zusammensetzung, welche das vernetzte Polymere gem§R Anspruch 1 und eine 
fischkddernde Substanz umfaliL 

10. Zusammensetzung gemafi Anspruch 9, worin eine Menge an dem vernetzten Polymere 2 bis 70 Gew.%, 
auf 30 bis 98 Gew.% der f ischkodernden Substanz, ist 

11. Feste Brennstoffzusammensetzung. welche das vernetzte Polymere gemafi Anspruch 1 und eine fifls- 
sige Brennstoff- komponente umfaBt 

12. Zusammensetzung gemali Anspruch 11, worin eine Menge an dem vernetzten Polym ren 2 bis 50 %, 
auf 50 bis 98 Gew.% der f lussigen Brennstoffkomponente, ist! 

13. Olabsorbierende Zusammensetzung. bei der das vernetzte Polymere gemafi Anspruch 1 auf einem Sub- 
strat getragen wird. 
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14. Olabsorbierendes Material, bei dem das vernetzte Polymere gemSa Anspruch 1 auf einemhydroph ben 
porosen Substrat abgelagert ist 

15. Material gemaB Anspruch 14» bei dem ein Verhaltnis von dem vernetzten Polymeren 100 Gewichtsleae 
zu 10 bis 500 Gewichtsteilen des hydrophoben porosen Substrata betragt 

16. Oinebelf liter, welcher das Tragen des vernetzten Polymeren gemad Anspruch 1 auf einem porOsen Sub- 
strat umfaflL 

17. FiltergemaB Anspruch 1 6. bei dem ein Gewichtsverhaltnis des vernetzten Polymeren 2 bis 100 Gewichts- 
teiie zu 100 Gewichtsteilen des porosen Substrats betragt. 

18. Warmeempf indliches Aufzeichnungsmaterial, welches das Enthalten des vernetzten Polymeren gemSft 
Anspruch 1 auf einem mit einer wSrmeempf indlichen, farbenden Schichl versehenen Substrat Oder in el- 
nerw5rmeempfindlichen, farbenden Schicht umfafiL 

19. Material gemaB Anspruch 18, bei dem eine Menge an dem vernetzten Polymeren 0,1 bis 100 Gew.%. 
bezogen auf die warmeempf indliche Schicht, betragt. 

20. Druckempf indliches Aufzeichnungsblatt, welches das Enthalten des vernetzten Polymeren gema& An- 
spruch 1 auf einem, mit einer EntwicWerschicht versehenen Substrat Oder in einer EntwicWerschlcht um- 
fa&t. 

21. Blatt gemSa Anspruch 20, bei dem eine Menge an dem vernetzten Polymeren 0,1 bis 100 Gew.%, bezo- 
gen auf die Entwiclderschicht, betragt 

22. Gidichtendes Material, welches das Dispergieren des vernetzten Polymeren gemali Anspruch 1 inzumin- 
dest einem Substrat umfaBt, ausgewahit aus der Gruppe. die aus einem thermoplastischen Harzund ei- 
nem Elastomeren besteht. 

23. Qldichtungsmaterial gemali Anspruch 22, bei dem eine Menge an dem vernetzten Polymeren 1 bis 75 
Gew.% auf, 25 bis 99 Gew.% dieses Substrats ist. 

24. Druckgeeignetes Papier, welches das Enthalten des vernetzten Polymeren gemaS Anspruch 1 umfaSt. 

25. Papier gemaB Anspruch 24, bei dem das vernetzte Polymere in einer Menge von 0,1 bis 20 Gew.%, be- 
zogen auf das Papier, enthalten ist 

26. Olabsorbierende Packung, we!che Teilchen des vernetzten Polymeren gemSB Anspruch 1 , das in einem 
Beutel aus hydrophobem porosen Textil abgefOllt ist. umfaflt 

27. Siabsorbierende Packung gemali Anspruch 26, bei der derTeilchendurchmesserdergenannten Teilchen 
0,01 bis 2 Millimeter betragt 

28. Verfahren zur Herstellung eines olabsorbierenden Materials, welches das Impragnleren einer monomeren 
Komponente, die 90 bis 99,999 Gew.% eines Monomeren, das als Hauptteil ein Alkyl(nr>eth)acrylat, des- 
sen Alkylgruppe 10 bis 16 Kohlenstoffatome aufweist, und das eine polymerisierbare ungesattigte Gruppe 
in seiner Molekuteinheit besitzt, und 0,01 bis 10 Gew.% eines vernetzbaren Monomeren um^&t, welches 
zumindest zwei polymerisierbare ungesat- tigte Gruppen in seiner Molekuleiriheit aufweist (voraus- ge- 
setzt daS die Summe der Menge an dem polymerisierbaren Monomeren und der Menge des vernetzbaren 
Monomeren 100 Gew.% betragt) mit einem hydrophoben porosen Substrat, das Eintauchen des impr§g- 
nierten Substrats in ein Wasser- bad und das Polymerisieren der monomeren Komponente umfa&t, wo- 
durch das vernetzte Polymere gem3& Anspruch 1 auf dem hydrophoben porosen Substrat getragen wird. 

29. Verfahren zum Entfernen einer in Wasser gelosten 6l komponente, welches umfaRt Vermischen des ver- 
netzten Polymeren gemali Anspruch 1 als Unterwasserabsorbens fur aufgelSstes Ol mitelnem stehenden 
Gewasser, in dem die Olkomponente gelost ist wodurch das Absorbens dazu gebracht wird, die gel5ste 
6lkomponente zu absorbieren und in ihm zuruckzuhalten. 
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RevendlcatI ns 

1. Un agent pouvant gonfler, absorbant t'huile, form 6 d'un polym^re r6ticul6 (P) obtenu par polymSrisatfon 
5 d'un composant monomfere comprenant : 90 ^ 99,99 % en poids d'un mononifere poss6dant un groupe 

insatur6 polym6risabIe dans son motif moI6culaire el ayant comme fragment principal, constituant au 
moins 50 % de son poids. un (m6th)acrylate d'alkyle dont le groupe alkyie a 10 ^ 16 atomes de carbone ; 
et 0,001 ^ 10 % en poids d'un monom&re r^ticulable poss^dant au moins deux groupes Insatur6s poly- 
m6risables dans son motif mo!6culaire ; le total de la quantit6 du monom^re polym6risable etde la quantity 
10 du monom^re rdticulable 6tant de 100 % en poids. 

2, Un substrat pour la liberation graduelle sous I'eau d'un agent chimique, qui comprend ledit polynrv^rB r6- 
ticul6 selon la revendication 1 . 

^5 3. Une composition d'agent antisalissure tmmerg6e. qui comprend ledit polymfere r6ticul6 selon la revendi- 
cation 1 et un composant antisalissure. 

4. Une composition selon la revendication 3, dans laqueile la proportion dudit polym6re r^ticuld est de 2 d 
80 % en poids pour 20 d 98 % en poids dudit composant antisalissure. 

^ 5. Une composition d'agent aromatique en gel form6e par incorporation d'un composant aromatique audit 
polym&re r6ticul6 selon la revendication 1. 

6. Une composition selon la revendication 5, dans laqueile la proportion dudit polymSre r^ticuld est de 2 6 
40 % en poids pour 60 ^ 98 % en poids dudit composant aromatique. 

7. Une composition insectifuge, insecticide et fongicide en gel, qui comprend ledit polym^e r6ticul6 selon 
la revendication 1 et un composant efficace volatil conlenant au moins un agent chimique cholsl dans 
i'ensemble constitu6 par les insectifuges, les insecticides et les fongicides. 

30 8. Una composition selon la revendication 7, dans laqueile la proportion dudit polymdre r6ticul6 est de 2 d 
40 % en poids pour 60 ^ 98 % en poids dudit composant efficace volatil. 

9. Une composition pour appSter les poissons, qui comprend ledit polym^re r^ticuld selon la revendication 
1 et une substance appatant les poissons. 

35 

10. Une composition selon la revendication 9, dans laqueile la proportion dudit polymSre r^ticuld est de 2 d 
70 % en poids pour 30 ^ 98 % en poids de ladite substance appStant les poissons. 

11. Une composition de combustible solide, qui comprend ledit polym^re r6ticuI6 selon la revendication 1 et 
un composant combustible liquide. 

1Z Une composition selon la revendication 11. dans laqueile la proportion dudit polymftre r6ticul6 eslde 2 § 
50 % en poids pour 50 ^ 98 % en poids dudit composant combustible liquide. 

13. Un composite absorbant I'huile dans lequel ledit polymfere r6ticuI6 selon la revendication 1 est portd sur 
45 un substrat. 

14, Une mati^re absorbant Thuile qui comprend ledit polymfere r6ticul6 selon la revendication 1 d6pos6 sur 
un substrat poreux hydrophobe. 

^ 15. Une mati^re selon la revendication 14, dans laqueile la proportion dudit polym^re rdticuld estde 10 h 500 
parties en poids pour 100 parties en poids dudit substrat poreux hydrophobe. 

16. Un f litre pour brouillard d'huile, qui comprend ledit polym6re r6ticul6 selon la revendication 1 port6 sur un 
substrat poreux. 
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17. Un f iltre selon la revendication 1 6, dans lequel la proportion dudit polymfere r6ticul6 st de 2 ^ 200 parties 
en poids pour 100 parties en poids dudit substrat poreux. 

18. Une matifere d'enregistrement thermosensible qui contient ledit polym^re r6ticul6 selon la revendication 
1 dispos6 sur un substrat muni d'une couche colorante thermosensible ou dans un coucho colorante 
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thermosensible. 

19. Une mati6re selon ta revendication 18. dans laquelle la proportion dudit polym6re r^ticuld est de 0,1 d 
100 % en poids relativement i ladite couche thermosensible. 

20. Une feuille d'enregistrennent sensible d la pression, qui contlent ledit polymdra r6tlcul6 salon la revend^ 
cation 1 sur un substrat muni d'une couche de r6v6lateur ou dans une couche de r6v6lateur. 

21. Une feuille selon la revendication 20, dans laquelle la proportion dudit polym6re r6ticuI6 est de 0,1 4 100 
% en poids relativement S ladite couche de r6v6lateur. 

2Z Une matifere d'6tanch6it6 d*hufle, qui comprend ledit polymfere r6llcul6 selon la revendication 1 disperse 
dans au molns un substrat choisi dans Tensemble constitu6 par une r6sine thermoplastique el un 6las- 
tom&re. 

23. Une mati^re d'6tanch6it6 d'hufle selon la revendication 22. dans laquelle la proportion dudit polymfere r6- 
ticul6 est de 1 d 75 % en poids pour 25 ^ 99 % en poids dudit substrat 

24. Un papier convenant ^ rimpression, qui contient ledit polymdre r6ticul6 selon la revendication 1. 

25. Un papier selon la revendication 24, dans lequel ledit polymfere r6ticul6 est contenu en une proportion de 
0,1 ^ 20 % en poids relativement audit papier. 

26. Un paquet absorbant I'huiie, qui comprend des partlcules dudit polymfere r6ticul6 selon la revendication 
1 emball6es dans un sac fait d*un tissu poreux hydrophobe. 

27. Un paquet absorbant Thuile selon la revendication 26, dans lequel le diam6tre desdites particules est de 
0,01 £i 2 mm. 

28. Un proc6d6 pour preparer une matifere absorbant I'huiie, qui comprend Timprfegnation d'un substrat poreux 
hydrophobe avec un composant monomfere comprenant 90 ^ 99,999 % en poids d'un nrwnomfere ayant 
comme fragment principal un (m6th)acrylate d*alkyle dent le groupe alkyle a 10 S 16 atomes de carbone 
et ayant un groupe insatur6 polym6risable dans son motif mol6cu!aire et 0,001 ^ 10 % en poids d'un mo- 
nomfere r6ticulable ayant au moins deux groupes insatur6s polym6risables dans son nfwtif mol6culaire 
(sous reserve que le total de la quantity du monomfere polym6risabie et de celle du nronomfere r6tlculable 
soit de 1 00 % en poids). I'immersion dudit substrat impr6gn6 dans un bain-marie et la polymerisation dudit 
composant monomfere af in de fixer ledit polymfere r6tlcul6 selon la revendication 1 sur ledit substrat poreux 
hydrophobe. 

29. Un proc6d6 pour 6liminer un composant huileux dissous dans Teau. lequel proc6d6 comprend le melange 
dudit polymfere r6ticul6 selon la revendication 1 en tant qu'absorbant immerg6 de I'huiie dissoute avec une 
masse d'eau dans laquelle le composant huileux est dissous af in que Tabsorbant absorbe et retienne le 
composant huileux dissous. 
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